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(57) Abstract: The invention relates to the production of architectural silicone membranes by impregnating an architectural fabric, 
particularly but not exclusively fiberglass, with an elastomeric silicone composition especially of type RTV-2 which vulcanizes by 
hydrosilylation (polyaddition). The aim of the invention is to improve a treatment method at least by impregnating fibrous materials 
with a liquid silicone composition consisting of 100 percent of silicone RTV-2. The inventive method comprises the following 
essential steps: Ii) an elastomeric crosslinkable liquid silicone composition comprising (a) a vinyl polyorganosiloxane (POS), (b) 
at least one hydrogenated POS, (c) a platinum catalyst, (d) an optional adhesive, (e) an optional mineral charge, (f) an optional 
cross-linkage inhibitor, an optional POS resin, and optional functional additives is applied to a fibrous material; Ili) cross-linking is 
done; HI) optionally, at least one other sequence comprising steps Ii) and Ili) (i representing a positive whole number) as defined 
above in steps Ii and Ili is carried out. The inventive method is characterized by the fact that the fibrous material is fully impregnated 
with a liquid silicone composition as defined above in step Ii), said liquid silicone composition being fluid and being obtained without 
being diluted, solubilized, or emulsified. The invention also relates to the (composite) architectural silicone membrane that is fully 
impregnated with a fluid silicone liquid that consists of 100 percent of RTV-2. 

(57) Abrege : L'invention concerne la realisation de membranes silicones architecturales obtenues par impregnation d'un textile 
architectural, en particulier mais non limitativement d'un tissu de verre, au moyen de la composition silicone -notamment de type 
RTV2- eiastomere vulcanisable par hydrosilylation (polyaddition). Le but de l'invention est la mise au point d'un procede de traite- 
ment au moins par impregnation de materiaux fibreux, a l'aide d'une composition silicone liquide 100 % silicone RTV-2. Les etapes 
essentielles du procede sont les suivantes:-Ii- application sur un materiau fibreux d'une composition silicone liquide reticulable en 
eiastomere, comprenant (a) un polyorganosiloxane (POS) vinyle; (b) au moins un POS hydrog6n6; (c) un catalyseur au platine ;(d) 
eventuellement un promoteur d' adherence ; (e) eventuellement une charge minerale; (f) eventuellement un inhibiteur de reticulation; 
et eventuellement une r£sine POS; eventuellement des additifs fonctionnels;-IIi- reticulation ;-III- Eventuellement au moins une autre 
sequence comprenant les etapes Ii et Ili (i est un entier positif) repondant a la meme definition que celle donnee ci-dessus pour les 
etapes Ii et Iii ; caracterise en ce que l'etape Ii est une etape d'impregnation a coeur du materiau fibreux a l'aide d'une composition 
silicone liquide telle que definie ci-dessus et etant par ailleurs fluide et obtenue en ayant recours ni a une dilution, ni a une solubilisa- 
tion, ni a une emulsification. L'invention concerne aussi la membrane silicone architecturale (composite) impregne a coeur a l'aide 
d'un liquide silicone fluide 100 % RTV-2. 
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